CLAIM::- 

1. A polycarbonate resir composition which cciuprises 

a res 1 mixture of (A) from 1 to 9°* by weight of a polycirbcnate 

and CP} fiom 1 to 99 ■' by weight -r>f a thermoplastic polyester/ 

and contains/ relative to 10n farts by weight o f 7 he resin 

mixture, (C) from 0.01 to partis by weight: of a 

polyf 1 uoro-olef "in resin, and \D) from 1 to 400 parts by weight 

of a p>olycarbonate-polyorganos i loxane copolymer and/or (E) 

from 0. 1 to 10 p arts by weight of a functional si Li cone compound, 

and of which the silicone content derived from trie ocmponent 

( D) and/oi the component (E) falls between 0.5 ana 1 C I y weight 

c f the compos i tion . 

. The polycarbonate resin composition as c aimed in 

claim J, which further contains (F) from 1 to 50 parts i:y weight 

•of an inorganic filler. 
\ 

i v ii\ \3 . The polvcarbonate resin composition as claimed in 

~" /claim 1 or \, wherein the functional siircone compound for the 
component iE; x i\as a basic structure c-f a general formula (1): 
R : R : SiO . >v . (1) 
wherein R indicates a functional group, F: indicates a 
hydrocarbon residue having from 1 to 12 carbon atoms, and 
a and b are numbers satisfying the relations of <• a < 3, 
0 < b < 3, and 0 < a + b < ^ . 

4. The polycarh-onate r^.-i'i i composition as r. aimed in 

\ 




:; f claims 1 to 2>, wherein the lunciich - : group in the 
fuiVtional silicone r:on-p< und for the component. F j is selected 
£r '*!■■. alkcxy qrcup, a ,; iny.l grout;, a hydroge residue and an 
ep. .xv gi oup . 

5 .\ The polycarbonate resin comr: •■: si ti on as claimed in 
any of claims tc 4, wherein the functional group in the 
funct ional silicone compound for the component, (h) is a methoxy 
group oi a v j hyi group. 

6. The polycarbonate resin compos i t ion as claimed in 
any of claims 1 to 5, wherein the polyf luoi o-o 1 e f in resin for 
the component (C) is & f i bri 1 - forming polytetraf luoroethylene 
having a mean mcleculAi weight of at; least. ! : no',()OC. 

7. The polycarbonate resin comp os i t; i on as claimed in 
any : f ci aims 1 too 6, whei e.in ; he polycarbonate f or t he component 
(A; has a viscosity-average molecular weight of from 15,(300 to 
2 0 , ' 1 0 0 . 

8. The polycarbonate resin composition as claimed in 
any of claims 2 to 7, wherein the inorganic tiller for the 
component (F 1 ) is talc havinq a mean particle size of from 0.2 
to 2 0 urn . 

9. Housings oi parts of electric and electronic 

\ 

appliances, which comprise the polycarbonate resin composition 



o f a n y c f c 1 a i m sit o 'r . 

0<R0&' . 



